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Amendments to the Claims: 

The following claims will replace all prior versions of the claims in this application (in 
the unlikely event that no claims follow herein, the previously pending claims will remain): 

Claims 1-5. (Cancelled). 

6. (New) Method for preparation of a polymer composition, comprising as main 
components 

a polyolefin polymer grafted with an ethylenically unsaturated functionalised 
compound with at least a first functional group; 

a reactive thermoplastic polymer with a second functional group which can react 
with the first; and 

a base polymer, wherein the base polymer comprises at least 55 wt% of a single 
site catalyst polymerised polyolefin, and in that the base polymer and the polyolefin polymer, 
grafted with the ethylenically unsaturated functionalised compound in an amount of between 
0.05 and 1.0 mgeq/g, are mixed with each other in the molten state, after which the resulting 
molten mixture is mixed in the melt with the reactive thermoplastic polymer, the proportion of 
the base polymer amounting to at least 55 wt% and the proportion of the reactive thermoplastic 
polymer to at least 10 wt% of the total of the main components and the proportion of the reactive 
thermoplastic polymer amounting to more than 50 wt% of the total of the reactive thermoplastic 
polymer and the polyolefin polymer grafted with an ethylenically unsaturated functionalised 
compound. 

7. (New) Polymer composition obtainable according to the method of claim 6, 
comprising as main components 

a polyolefin polymer grafted with an ethlenically unsaturated 
functionalised compound with at least a first functional group; 

a reactive thermoplastic polymer with a second functional group which 
can react with the first; and 
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a base polymer comprising at least 55 wt% of a single site catalyst 
polymerised polyolefin, wherein the proportion of the base polymer amounts to at lesat 55 wt% 
and the proportion of the reactive thermoplastic polymer to at least 10 wt% of the total of the 
main components, and wherein the proportion of the reactive thermoplastic polymer amounts to 
more than 50 wt% of the total of the reactive thermoplastic polymer and the polyolefin polymer 
grafted with an ethylennically unsaturated functionalised compound and wherein the quantity of 
the ethlenically unsaturated functionalised compound in the grafted polyolefin polymer is 
between 0.05 and 1.0 mgeq/g. 

8. (New ) Polymer composition according to claim 7, in which the base polymer is 
polyethylene. 

9. (New) Polymer composition according to claim 7, in which the base polymer is a 
plastomer. 

10. (New) Polymer composition according to claim 8, in which the base polymer is a 
plastomer. 

11. (New) Polymer composition according to claim 6, in which the reactive polymer 
is a poly amide. 
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